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PROCESSES             verse several times on the tapered mandrel to

form a perfect circle.

Cleaning               Remove any excess solder with a file and scotch

p. 70                    stone.

Polishing               Buff the outside with a felt buffing wheel and

p. 71                     tripoli, and the inside with a felt ring buff and

tripoli.

Measuring
the

Girdle
of the
Stone

Making
a Round
Bezel
and

Bearing
p. 153

Filing
p. 25

Ring

Making
p. 112

Soldering

SEPARATE PARTS OF THE ORNAMENT

Measure the girdle of the stone as shown in
Fig. 57.

Sterling silver sheet 26-gauge.

Make a round bezel and bearing as shown in

Fig. 72.

File the lower edge of the bezel the contour of
the ring shank to touch at all points as shown in
Fig. 72.

Sterling silver wire 14-gauge.

Make a ring to fit the outside circumference of

the bezel.

Solder the joint.